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CLAIMS AMENDMENTS 

1 . (currently amended) A coated substrate suitable for accepting water- 
based paints, pencils, and inks, comprising a substrate and a coating on the substrate, 
wherein falthe coating i s formulated (a) to accop t has a formulation that accepts water- 
based paints, pencils, and inks without unacceptable running or bleeding of the water- 
based paints, pencils, and inks in and on the coating, aneHb) the coating is applied to 
the substrate, and (c) to-altewthe formul ation of the coating allows for the removal of the 
water-based paints, pencils, and inks from the coating without harming the coating by 
wetting the coating and wiping off the water-based paints, pencils, and inks. 

2. (original) The coated substrate as claimed in Claim 1 , wherein the 
substrate is selected from the group consisting of woven and non-woven materials. 

3. (previously amended) The coated substrate as claimed In Claim 1 , 
wherein the substrate is a canvas selected from the group consisting of canvas made 
from natural and synthetic fibers. 

4. (original) The coated substrate as claimed in Claim 1 , wherein the 
substrate is a flexible canvas selected from the group consisting of cotton and linen 
canvases. 

5. (original) The coated substrate as claimed in Claim 1 , wherein the coating 
is made from a paint mixture comprising a water-based latex. 

6. (currently amended) The coated substrate as claimed in Claim 5, wherein 
the paint mixture further comprises a pigment and fi ller and water. 



3 



#1026966 v1 - ptr-tmi-04e608-1 



PAGE 6/19 * RCVD AT 5/2/2006 9:34:36 AM [Eastern Daylight Time] * SVR : USPTO-EFXRF-3/2 2 * DNISOTOO ' CS!D:4045726999 ' DURATION (mm-ss):05-28 



MAY. 2.2006 9:38AM POWELL, GOLDSTEIN (DTI— 17) 



NO. 851 P. 7/19 



7. (original) The coated substrate as claimed in Claim 6, wherein the paint 
mixture further comprises pigment dispersant, defoamer, extender and surfactant. 

8. (currently amended) The coated substrate as claimed in Claim 1 , wherein 
the coating is made from a paint mixture comprising from 100-200 parts by weight 
water-based latex selected from the gr oup consisting of acrvlic latexes, vinvl latexes^ 
pojyyinyl latexes, other common and known latexes, an d mixtures thereof, ; 0-5 parts by 
weight pigment dispersant 7 i 0-2 parts by weight defoamer T ; 75-150 parts by weight 
pigment and fille r selected from the group consisting of titanium dioxide, calcium 
carbonate, magnesium carbonate, m agnesium silicate, clav. inorganic colors, barium 
sulfate, mica, zinc oxide, zinc dust metallics. carbon blacks, organic colors, silica, other 
silicates, aluminates. sulphates, carbonates, other common and known pigments and 
fillers, and mixtures thereof : 0-50 parts by weight extende r selected from the croup 
consisting of china clav. kaolin clav. talc, silica, whiting, metal stearates. gypsum, mica, 
barite. blanc fixe, other common and known extenders, and mixtures thereof, ; 0-5 parts 
by weight surfactant* and 0-50 parts by weight water, wherein the paint mixture then is 
mixed with a water soluble polymer to create the coating. 
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9. (currently amended) A coated substrate for use by artists that is suitable 
for accepting water-based paints, pencils, and inks, comprising a substrate and a 
coating on the substrate, wherein the substrate is a flexible canvas selected from the 
group consisting of cotton and li nen canvases and the coating is made from a paint 
mixture co mprising from 1 00-200 parts by weight water-based latex. 0-5 parts bv weight 
Pigment dispersant. 0- 2 parts bv weight defoamer. 75-150 parts bv weight Pigment and 
filler. 0-50 parts bv weight extender. 0-5 parts bv weight surfactant, and 0-50 parts bv 
weight water, wherein the paint mixtur e then is mixed with a water soluble oolvmer to 
create the coating, whereby (a\ the coating is formu l atod (a) to acccp t has a formulation 
that accepts water-based paints, pencils, and inks without unacceptable running or 
bleeding of the water-based paints, pencils, and inks in and on the coating, and-(b) the 
coating is applied to the substrate, and (c) t o allo wt he formulation of the coating allows 
for the removal of the water-based paints, pencils, and Inks from the coating without 
harming the coating by wetting the coating and wiping off the water-based paints, 
pencils, and ink s, whoroin tho oubotrato is a floxiblo canvas se l ected from tho group 
consisting of cotton and l i non canvases and tho coating is made from a paint mixture 
comprising from 100 200 parts by weight water - basod -l atox, 0 5 parts by weight 
p igm e nt disporsantj 0 2 parts by weight dofbam o r, 75 150 parte by we i ght p i gment and 
f il lor, 0 50 parts by weight extend e r, 0 - 5 parts by woight surfactant, and 0 50 parts by 
w e ight water, whoroin tho paint mixturo then io mixed with a water oolub l o - pe l ymor to 
oreato tho coating . 

10. (previously amended) The coated substrate as claimed in Claim 9, 
wherein the water-based latex is an acrylic latex and the water soluble polymer is 
selected from the group consisting of polyvinyl alcohol, polyethylene oxide, cellulose 
and its derivatives, polyvinyl pyrrolidone, starch, animal hide glue, gum Arabic, xanthan 
gum and guar gum. 
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1 1 . (original) The coated substrate as claimed in Claim 1 0, wherein the 
pigment and filler is calcium carbonate. 

12. (original) The coated substrate as claimed In Claim 1 1 , wherein the 
extender is talc. 

13. (previously amended) The coated substrate as claimed in Claim 12, 
wherein the paint mixture comprises from 150 parts by weight water-based latex, 2 
parts by weight pigment dispersant, 0.8 parts by weight defoamer, 1 15 parts by weight 
calcium carbonate, 20 parts by weight extender, 2 parts by weight surfactant, and 30 
parts by weight water, and the water soluble polymer is added to the paint mixture at a 
ratio of 1 to 30 weight percent based on the weight of solids in the paint mixture. 

14. (currently amended) A coating for applying to a substrate, the coating 
being suitable for accepting water-based paints, pencils, and inks, wherein (a) the 
coating is formulated (&) to accop t has a formulation that accepts water-based paints, 
pencils, and inks without unacceptable running or bleeding of the water-based paints, 
pencils, and inks in and on the coating, and-(b) the coating is applied to the substrate, 
and (c) to-aHe wthe formulation of the coatino allows for the removal of the water-based 
paints, pencils, and inks from the coating without harming the coating by wetting the 
coating and wiping off the water-based paints, pencils, and inks. 

15. (previously amended) The coating as claimed in Claim 14, wherein the 
coating is made from a paint mixture comprising a water-based latex mixed with a water 
soluble polymer. 

16. (currently amended) The coating as claimed in Claim 15, wherein the 
paint mixture further comprises a pigment and f iller and water. 
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17. (original) The coating as claimed in Claim 16, wherein the paint mixture 
further comprises pigment dispersant, defoamer, extender and surfactant. 

1 8. (currently amended) The coating as claimed in Claim 1 4, wherein the 
coating is made from a paint mixture comprising from 100-200 parts by weight water- 
based latex selected from the group consisting of acrvlic latexes, vlnvl latexes, polyvinyl 
latexes, other common and known l atexes, and mixtures thereof, : 0-5 parts by weight 
pigment dispersal 0-2 parts by weight defoamer T i 75-150 parts by weight pigment and 
fille r selected from the group consisting of titanium dioxide, calcium carbonate, 
magnesium carbonate, magnesium silic ate, clav. inorganic colors, barium sulfate, mica. 
zinc oxide, zinc d ust, metallics. carbon blacks, organic colors, silica, other silicates. 
aluminates, sulphates, carbonates, other com mon and known pigments and fillers, and 
mixtures thereof? : 0-50 parts by weight extende r selected from the group consisting of 
china clav. kaolin clav. talc, si lica, whiting, metal stearates. gypsum, mica, baiite. blanc 
fixe, other common and known e xtenders^ 0-5 parts by weight surfactant?; and 0-50 
parts by weight water, and wherein the paint mixture then is mixed with a water soluble 
polymer at a ratio of 1 to 30 weight percent based on the weight of solids in the paint 
mixture to create the coating. 
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1 9. (currently amended) A coating for applying to a substrate for use by 
artists, the coating being suitable for accepting water-based paints, pencils, and inks, 
wherein the coating Is made from a paint mixture comprising from 100-200 parts by 
weight water-based late x, 0-5 parts bv weight pigment dispersant. 0-2 parts bv weight 
defoamer. 75-150 parts bv weight PigmGnt and filler. 0-50 parts bv weight extender. 0-5 
parts bv weight surfact ant, and 0-50 parts bv weight water, wherein the paint mixture 
then is mixed with a water soluble polymer to create the coa ting, whereby (a) t he 
coating 4 s formulated (a) to oooo e thas a formulation that accepts water-based paints, 
pencils, and inks without unacceptable running or bleeding of the water-based paints, 
pencils, and inks in and on the coating, a*d-(b) the coating is applied to the substrata, 
andjc) te-atowthe formulation of the coating allows for the removal of the water-based 
paints, pencils, and inks from the coating without harming the coating by wetting the 
coating and wiping off the water-based paints, pencils, and Inks, whoroin tho coating is 
wa d e from a pa i nt mixturo comprising from 100 200 parts by weight wator - baood lotox y 
0- 5 parts by weight p i gment dicporsant, O S - partc by weight dofoamor, 75 - 150 parts by 
woight p i gment and . fil l er, 0 50 parts by weight oxtondor, 0 - 5 parte by weight surfactant, 
and 0 50 parte by we i ght wator, whoroin the paint mixturo then is mixed with a wator 
soluble polymor to oroato tho coating . 

20. (previously amended) The coated substrate as claimed in Claim 1 9, 
wherein the water-based latex is an acrylic latex and the water soluble polymer is 
selected from the group consisting of polyvinyl alcohol, polyethylene oxide, cellulose 
and its derivatives, polyvinyl pyrrolidone, starch, animal hide glue, gum Arabic, xanthan 
gum and guar gum. 

21 . (original) The coated substrate as claimed in Claim 20, wherein the 
pigment and filler is calcium carbonate. 
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22, (original) The coated substrate as claimed in Claim 21 , wherein the 
extender is talc. 

23. (previously amended) The coated substrate as claimed in Claim 22, 
wherein the paint mixture comprises from 150 parts by weight water-based latex, 2 
parts by weight pigment dispersant, 0.8 parts by weight defoamer, 115 parts by weight 
calcium carbonate, 20 parts by weight extender, 2 parts by weight surfactant, and 30 
parts by weight water, and wherein the paint mixture then is mixed with a water soluble 
polymer at a ratio of 1 to 30 weight percent based on the weight of solids in the paint 
mixture to create the coating. 
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